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tOCKlUMENF CONTAINS INFORMATION AFFECT1IKJ THE NATIONAL DEFENSE i 
07 THU UNITED STATES. &ITHIH THE QBANINft OP TITLE fa, SECTIONS 70S I 
AND 794, OP THE U. S. CODE. AS AMENDED, ITS TBAHSHISSION OR REVEL- 
ATION OF ITS CONTENTS TO OR RECEIPT B7 AX UNAUTHORIZED PKRSOS B 
IS PROHIBITED NT LAW THE REPRODUCTIOH OP THIS PORU IS PROHIBITED. S 


THIS IS UNEVALUATED INFORMATION 
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LAC Marten Zisenhuettenwerk (nr’) Thsie has been makinp lar^e ac3 d-prri . x‘ tan*:s 
for the tTiSR since before July 19hh. These are enamelled 6a the ins id: , The 
enamel contains chrome oxide, borax, and feldspar; tin oxide was forme- ly used 
instead of chrome oxide, but it is nc loafer available in Last Germany The 
enamel is applied in three layers, sores are plu?f ; ec with soft fold ([ e$ch~ 
'•old j, about 100 prims of cold be Inf used each month. The steel plate form- 
inf the tanks may not contain more than OolO percent carbon and O.Up p rcent 
sulphur,. 


:>, The laboratory associated with the Container and apparatus Constructia I i vi- 
sion at Thale takes samplings of each lot of enamel as made up for e iC t-vnk. 
These samplings are tested at the lab with solutions of hydrochloric acid 
and apain with & sulphuric acid, in accordance with written instruction* sup- 
plied by the Soviet plant management, 

3: I.*F - employs about %000 workers . The plant is broken down into the f o le dm 
divisions: 


bteel r orks 
Block-roll inf forks 
Kollinf Mills I and 31 
Cold- Rollin'* Mill 
Iron Foundry 
Pressing Mill 
, /name 11 inp hi an t 

Container and Apparatus Construction h'orks 


■ 
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